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Abstract of FR2603273 

Prepn. of impregnated pulverulent S is carried out by forming a suspension of S particles in a soln. 
comprising 50-75 wt.% impregnation agent (I) and 50-25 wt.% low b.pt. solvent in which (I) is sol. or 
miscible. The suspension is stirred slowly for 1-30 mins. at a controlled temp., pref. 25-50 deg.C. The 
mixt. is then filtered and the obtd. cake is dried and degassed to remove solvent and recover the 
impregnated S. (I) is a plasticising oil of aromatic, naphthenic or paraffinic type of viscosity 1-650 cSt at 
40 deg.C or a 12-18C aliphatic acid, pref. stearic acid, opt. mixed with a plasticising oil. For insol. S 
prodn., the solvent used is CS2, CH2CI2, CFCI3 isopentane or butane. For sol. S., the solvent is one of 
the above except CS2. Amt. of S put in suspension is 25 wt.% w.r.t. the solvent mixt. 
USE/ADVANTAGE - S is used as rubber vulcaniser. A high deg. of impregnation is achieved and (I) of 
very high viscosity can be used. 
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(57) ^invention est relative a un procede de fabrication de 
soufre pulverulent impregne. 

On met en suspension du soufre sous forme de particules 
dans une solution comportant 50 a 75 % en poids d un agent 
d'impregnation et 50 a 25 °/o en poids d un solvent a bas 
point d Ebullition dans lequel I'agent d'impregnation est soluble 
ou miscible. on effectue une agitation lente pendant un temps 
compris entre environ 1 et 30 mn a une temperature contr6lee. 
de preference comprise entre environ 25 et environ 50 °Q. 
apres quoi on fittre te melange, et on soumet le gflteau de 
filtration a une operetion de sechage-degazage en vue d'elimi- 
ner le solvent et de recuperer einsi te soufre impregne. 
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